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P.O. Box 1450 
Alexandria, VA 2313-1450 

Dear Sir: 

In accordance with the provisions of 37 C.F.R 
41-37 (c) (1) (v) , the following corrected ''Summary of the Claimed 
Subject Matter" are provided for this appeal from the final 
rejection of claims 1-7: 

SUMM2^Y OF CLAIMED SUBJECT MATTER 

The present invention as set forth in independent claim 1 
provides a method for producing a molded body made of sintered 
steel, with a sintering powder on the basis of iron being mixed 
with a master alloy powder containing nickel, boron and iron. 
The powder mixture is pressed into a formed body before the 
formed body is sintered under the conditions of a liquid-phase 
sintering with a volume share of liquid phase up to 15% (p. 1 In. 
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4-9 of the original specification) . The boron content of the 
powder mixture is between 0.03% and 0.2% by weight at a boron 
share of the master alloy powder of less than 10% by weight. The 
weight ratio between the nickel and the boron share of the powder 
mixture exceeds 5 and the master alloy powder has an average 
particle size of between 10 and 90 um (p. 2 In. 21-25) . 

According to claim 2, the boron content of the powder 
mixture lies between 0.10% and 0.15% by weight (p. 3 In. 21-26). 

According to claim 3, the powder mixture has a carbon 
content of between 0.15% and 0.8% by weight (p. 3 In. 28-31),. 
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